Permanent Painting

painters. There are a large variety of raw siennas,
some of which approach closely a yellow lake. All
of them are more or less adapted for the purpose of
glazing. Sienna when used in dilute form is almost
transparent, and under any circumstances excepting
those mentioned, is absolutely permanent with the
possible exception that it darkens very slightly after
many years. A mixture of raw sienna and white lead
or zinc white becomes more mellow in time. It is a
good drier.
RAW UMBER
This pigment is somewhat similar to the raw sienna,
with the exception that it contains manganese, and
is found not only in Italy but in certain parts of Ger-
many, Cypress and Turkey, and among paint manu-
facturers the name of Turkey raw umber is applied
to practically all the umbers which are found in south-
ern Europe.
It is a translucent color having a peculiar olive
brown shade, and cannot be said to be uniform for
there are raw umbers which vary in shade from a light
yellowish olive to a very deep brownish green. It is
a most excellent drier, but has a decomposing effect
upon lake colors. It may be very safely used as a
glaze, and like the siennas it has a tendency to darken
very slightly.
It is a very strong drier and is often used like burnt
umber with black to hasten the drying of the black.
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